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1-30 (Cancelled). 

31 . A bioresorbable and biocompatible composition for restoring bone in the 
body of a human or other animal said composition comprising: 
calcium phosphate granules; 
lipid; and 
hyaluronic acid; 

wherein said composition forms a moldable, injectable mass upon admixture with 
water, and 

wherein said composition is resorbable by said body. 

32. The composition accoidii* to 
mixture of esterified glycerol and phospholipid. 

33. The composition according to claim 32, wherein the esterified glycerol 
consists of di- and triglyceride. 

34. The composition according to claim 32, wherein the esterified glycerol is a 

diester. 

35. The composition according to claim 32, wherein the esterified glycerol is a 

triester. 

36. The composition according to claim 31, wherein said lipid comprises a 
mixture of phospholipids. 

37. The composition according to claim 36, wherein flie phospholipid is a 
sphingomyeline. 
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38 . The composition according to claim 36, wherein the phospholipid is a 
phosphatidyl cholbe. 

39. The composition according to claim 31, wherein the lipid is prepared from a 
vegetable oil or egg yolk. 

40. The composition according to claim 31, wherein the lipid consists of at least 
one phospholipid and a water-based liquid as carrier. 

41 . The composition according to claim 40, wherein the lipid is in a lamell ar 
floating crystalline phase. 

42. The composition according to claim 40, wherein the weight ratio between 
lipid and water-based liquid is in the order of 1 :2 to 10:1. 

43. The composition according to claim 31, farther comprising 
glycoseaminoglycan. 

44. The composition according to claim 56, wherein said composition consists 
of a free-flowing mixture of sodium hyaluronic acid and calcium phosphate granules which 
can be packed and then rehydrated in connection with use. 

45. The composition according to claim 3 1, wherein the calcium phosphate 
granules have a Ca/P ratio which is between 1 and 2. 

46. The composition according to claim 45, wherein the calcium phosphate 
granules contains hydroxyapatite of the form CaioCPCUMOH)* 

47. The composition according to claim 45, wherein the calcium phosphate 
granules are selected from the group consisting of dicalcium phosphate dihydrate, 
octacalcium phosphate, tricalcium phosphate and hydroxyapatite. 
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48 The composition according to claim 45, wherein the calcium ph OS phate 
granules further comprises matena^^ 
fluorine and carbonate ions. 

49. The composition according to claim 45, wherein the calcium phosphate 
granules have a diameter in the order of 0.05 mm to 5 mm. 

50. The composition according tc claim 45, wherein the calcium phosphate 
granules have a porosity of 0-80%. 

51. The composition according to claim 3 1 , wherein the weight ratio between 
the calciumphosphate granules and the lipid is in the order of 70:15 to 60:40. 

52 The composition according to claim 31, further comprising biologically- 
active factors selected from me group consisting of tissue-promoting factors, factors winch 
inhibit decomposition of tissue, and growth factors. 

53. The composition according to claim 31, wherein the tissue-promoting factor 
is added wholly or partially. 

54 (Previouslypresented). The composition according to claim 53, wherein said 
tissue-promoting factor is a fragment thereof wherein said fragment retains biological 
activity* 

55. The composition according to claim 40, wherein the weight ratio between 
lipid and water or some olher water-based liquid is in the order of 3:2 to 4:1. 

56. The composition according to claim 43, wherein said glycoseaminoglycan 
comprises hyaluronic acid 



18 



PAGE 21/21 ^ RCVD AT 1 0/18/2004 7:03:35 PM [Eastern Daylight Time] * SVR:USPT0-EFXRF-1/2 ' DNIS:8729306 ^ CSID:2022936229 * DURATION (mm-ss^Oe^S, p 



